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AMENDMENT TO THE CLAIMS 

1 , (Canceled) 

2. (Canceled) 
3 * (Canceled) 

4. (Previously Presented) A process according to claim 11, 
wherein the poly (carboxylic) acid and poly (carboxylic) acid anhydride 
are selected from the group consisting of saturated and lonsaturated 
acyclic poly (carboixy lie) acids, saturated and imsaturated cyclic 
poly (carboxylic) acids, aromatic poly (carboxylic) acids, hydroxy 
poly (carboxylic) acids, citric acid, poly (acrylic) acid, poly 
(methacrylic) acid, 1,2,3,4-butanetetracarbaxylic acid, maleic acid, 
citraconic acid, itaconic acid, 1, 2 , 3-propane-tricarboxylic acid, 
aconitic acid, all-cis-1, 2 , 3 , 4-cyclopentanetetracarboxylic acid, 
mellitic acid, oxydisuccinic acid and thiodi succinic acid. 

5- (Previously Presented) A process according to claim 13, 
wherein the catalyst is selected from the group consisting of 
dihydrogen phosphates, hydrogen phosphates, hypophosphites, alkali 
metal phosphites, alkali metal salts of polyphosphoric acids, 
carbonates, bicarbonates , acetates, borates, alkali metal hydroxides, 
aliphatic amines emd ammonia. 

6* (Previously Presented) A process according to claim 11, 
wherein the cyclodextrin is selected from the group consisting of 
a-cyclodextrin, p- cyclodextrin and y- cyclodextrin, and wherein the 
cyclodextrin derivatives are selected from the group consisting of 
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hydroxypropyl , methyl or acetyl derivatives of a-cyclodextrin, (5- 
cyclodextrin and y-cyclodextrin . 

7. (Canceled) 

8. (Canceled) 
9- (Canceled) 

10. (Canceled) 

11. (Previously Presented) A process for treating a fiber 
consisting of: 

a- impregnating said fiber with an aqueous solution of a 
mixture to form an impregnated fiber, said mixture comprising 

1. one or more materials from the group consisting of 
cyclodextring and cyclodextrin derivatives, and 

2. one or more materials selected from the group 
consisting of poly (carboxylic) acids and poly (carboxylic) acid 
anhydrides; 

b- drying said impregnated fiber at a temperature in the 
range of 40°C to 150°C to obtain a treated fiber; 

c. heating said treated fiber to a temperature between IBO^'C 
and 220°C; 

d. washing said treated fiber with water; and 

e. drying said treated fiber. 
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12- (Previously Presented) The process of claim 11, wherein said 
fiber has been formed into a material selected from the group 
consisting of yam, woven textile material, knitted textile 
material, non-woven textile material, paper, leather and wood 
fiber-based material - 

13. (Previously Presented) The process of claim 11/ wherein said 
mixture further comprises a catalyst . 

14 . (Canceled) 

15 . (Canceled) 

16 . (Canceled) 

17- (Currently Amended). The process of claim 11, wherei n, in step 
(b) , said trcabcd — matcrial impreqnated f iber is dried at a 
tenperature between 90°C and 110°C. 

Ifi. (Canceled) 

19. (Canceled) 

20, (Canceled) 



-4- 

GA^fiCDItl * 1.BBOVICI LLP 
TSL- ((1?) 542-33S0 

PAtSSS'lKVDTT 10^54:^:25 PM 



